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Image display apparatus and method of activating getter 



(54) 

(57) An image-forming apparatus comprises an 
electron source (1) and an in^ge-forming mender dis- 
posed in an envelope (5). The image-forming member 
includes a f hiorescent film (7) and a metal back (8) cov- 
ering the fluorescent film (7). The metal back contains a 
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gettering siA^stance and the gettering substance is irra- 
diated with electron beams emitted from the electron 



source. 
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Description 

RACKGRQUND OF THE INVENTION 

Field of the Invention ^ 

This invention relates to an image-forming appara- 
tus comprising an electron source and an image-forming 

- member (fluorescent body) for forming an image by Irra- 
diation of electron beams emitted from the electron w 
source as well as to a method of activating a getter in 

- such an apparatus. 

pqlflt*^ Bankqmund Art 

IS 

In an image-forming apparatus comprising an elec- 
tron source, a fluorescent body that operates as an 
image-forming member and fluoresces to form an image 
thereon when inadiated with electron beams emitted 
from the electron source and a vacuum container for con- 20 
taining the electron source and the image-forming mem- 
ber, the inside of the vacuum container has to be 
maintained at a high vacuum. Othenwise, any gas 
remaining In the vacuum container adversely affects the 
electron source so as to deterforate the electron-emitting 2s 
performance of the electron source and eventually make 
the apparatus unable to form a clear and bright image if 
the gas pressure rises significantly in the inside, although 
the extent of such an adverse effect depends on the type 
of the gas contained in the vacuum container. The gas so 
in the vacuum container can be ionized by electron 
beams and the produced ions can be accelerated by the 
electric field being applied to the electrons from the elec- 
tron source before some of the ions collide with the elec- 
tron source to damage the latter. In some cases, the gas ss 
in the vacuum container can give rise to electric dis- 
charge in the inside and eventually destroy the image- 
forming apparatus. 

The vacuum container of an image-forming appara- 
tus is typically prepared by assembling glass compo- 40 
nents and bonding them with frit glass at the junctions 
thereof. T he va cuum condition of the inside of the assem- 
bled and bondaJ vacuum container is maintained by 
means of a getter an-anged within the vacuum container. 

The getter in an ordinary CRT is a film of an alloy 4S 
containing Ba as a principal ingredient and deposited on 
the inner wall of the container as the alloy is heated elec- 
trically or by means of a high frequency wave to evapo- 
rate. The deposited alloy adsorbs the gas produced 
within the container to maintain the inside to an sc 
enhanced degree of vacuum. 

Meanwhile, there have been developed flat panel 
displays comprising an electron source realized by 
arranging a number of electron-emitting devices on a flat 
substrate. While the vacuum container of such a display si 
apparatus has a volume smaller than that of a CRT, the 
surface area of the walls of the vacuum container of the 
display apparatus that can produce gas is not reduced if 
compared with a CRT, In other words, if the vacuum con- 
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tainer of a flat panel display and that of a CRT produce 
gas to a same extent tiie pressure rise in the container 
can be greater for the former than for the latter arc! the 
net result will be more catastrophic to the former. Addi- 
tionally, while the vacuum container of a CRT has wall 
surfaces not carrying thereon any electron source or an 
image-forming member and a getter layer may be formed 
there, the inner surface area of the walls of the vacuum 
container of a fiat panel display is mostly occupied by an 
electron source and an image-forming men*er. Any get- 
ter film formed on these components by vapor deposition 
can advers^y affed the performance of the apparatus, 
giving rise to. for example, a short circuit wiring in it Thus, 
the apparatus tes a very fimited area for forming a getter 
layer. While wall edges and corners of the vacuum con- 
tainer may be utilized for forming a getter film layer to 
make the inrage-forming member and the electron 
source (hereinafter collectively referred to as "the image 
display region! free from the gettering substance, such 
a measure can hardly provide a sufficiently large area 
for the getter that can satisfactorily adsorb the produced 
gas If the flat panel display has large dimensions. 

In an attempt to solve the above problem and secure 
a large surface area for the getter, proposals have been 
made including the one according to which getter wires 
are arranged outside the image display region such as 
the peripheral wall of the display apparatus and a getter 
film is formed on the wall by vapor deposition in order to 
provide a sufficient surface area for the getter (Japanese 
Patent Application Laid-Open No. 5-151916as schemat- 
ically shown in cross section in Fig. 14A), the one with 
which a getter chamber is annexed to a flat panel display 
in order to form a getter film (Japanese Patent Applica- 
tion l-ald-Open No. 4-289640 etc. as schematically 
shown In Fig. 14B) and the one with which a space is 
provided between the electron source substrate and a 
rear plate of the vacuum container and a getter film is 
formed there (Japanese Patent Application Laid-Open 
No. 1-235152 etc.). With regard to the gas produced in 
the vacuum container of the flat panel display, there is a 
problem of local pressure rise in addition to the above 
identified one. In an image-forming apparatus compris- 
ing an electron source and an image-forming member, 
gas is mainly produced within the vacuum container from 
the image-forming menrtoer to be inradiated with electron 
beams and the electron source itselt In a conventional 
CRT. the image-forming member arid the electron source 
are separated from each other by a large distance and 
a getter film is formed on the walls of the vacuum con- 
tainer located between them so that the gas produced 
from the image-forming member disperses in different 
directions before it gets to the electron source and is 
partly absort)ed by the getter film and, therefore, there 
occurs no significant pressure rise on the electron 
source. Additionally, since a getter film is also formed 
around the electron source itself, the gas discharged 
from the electron source itself does not accumulate 
remarkably to produce a significant local pressure rise 
there. In a flat panel display, to the contrary, the gas pro- 
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duced from the image-forming member can easily accu- 
mulate without satisfactorily dispersing to consequently 
give rise to a agnificant local pressure rise on the elec- 
tron source because the image-forming member is 
located very close to the electron source. This pressure 5 
rise is more remarkable at the center than in the pa-iph- 
eral areas of the image display region brause gas can- 
not disperse to get to the getter film. The produced gas 
-can be ionized by electrons from the electron source, 
which can be accelerated by the electric field existing 10 
• between the electron source and the image-forming 
member. Such ions can collide with the electron source 
to damage the latter and give rise to electric discharge 
in the inside to eventually destroy the electron source. 

In an attempt to cope with this problem, there have is 
been proposed flat panel displays in which a gettering 
substance is arranged within the image display region in 
order to immediately adsorb any gas generated In the 
inside. For instance, Japanese Patent Application Laid- 
Open No. 4-12436 discloses a method of forming gate 20 
electrodes of a gettering substance to be comprised in 
an electron source to extract electron beams. It 
desaibes a field emission type electron source using a 
conical projection for a cathode and a semiconductor 
electron source having in junctions. Japanese Patent 25 
Application Laid-Open No. 63-181248 discloses a 
method of arranging a gettering substance on control 
electrodes (including grid electrodes) to be comprised in 
a fiat panel display in order to control electron beams 
within the display, said control electrodes being disposed 30 
between the cathodes and the face plate of the vacuum 
container of the display. 

U.S. Patent No. 5.453.659 "Anode Plate for Flat 
Panel Display having Integrated Getter", issued 26 Sep. 
1995, to Wallace et al. discloses a gettering substance 35 
arranged in the gap between adjacent stripe-shaped flu- 
orescent bodies in the display. According to the patent 
invention, the arranged gettering sutjstance is electri- 
cally Isolated from the fluorescent bodies and the elec- 
troconductive bodies electrically connected to the former 40 
in thedisplay and the getter is activated by applying a 
voltage to it and irradiating and heating it with electrons 
emitted from the electron source of the display or, alter- 
natively, by electrically energizing and heating it. 

Needless to say, an electron-emitting device to be 45 
used for the electron source of a flat panel display desir- 
ably has a simple structure that can be manufactured by 
a simple method from the view point of technology and 
manufacturing cost. It is also desirable that such a device 
can be manufactured by laying thin films to a multilayer so 
structure in a simple manner. A method for manufactur- 
ing a large flat panel display should desirably involves a 
technique such as printing that does not require the use 
of a vacuum apparatus. 

From such a viewpoint, the method of forming gate ss 
electrodes of a gettering substance to be comprised in 
an electron source as disclosed in Japanese Patent 
Application Uid-Open No. 4-12436 listed above involves 
manufacturing steps of preparing cortical cathode chips. 



forming junctiore of semiconductors arKi o\h& corrpli- 
cated operations to be carried out in a vacuum apparatus 
and is not adapted to manufacturing a large electron 
source k>ecause of the limitations relating to the manu- 
fecturing apparatus. 

While the brightnesses of examples 1.2,4. 5. 6. and 
7 are different from each other, they did not fall remark- 
ably. The difference of brightness in the beginning is pre- 
sumed to be caused by the difference of thickness of the 
getter layers. Because, the nurrd>er of electrons passing 
through a getter layer and reaching fluorescent bodies 
depends on the thickness of the getter layer. 

In cases of examples 3 and 8. while the efficacy is 
a little smaller than those of examples 1, 2. 4. 5. 6 and 
7, the brightness drop is smaller than that of comparative 
example 1. 

A display apparatus disclosed in Japanese Patent 
Application Laid-Open No. 63-181248 and comprising 
control electrodes disposed between the electron source 
and the face plate of the apparatus inevitably has a com- 
plicated configuration and requires cumbersome manu- 
facturing steps for aligning such components. 

U.S. Patent No. 5,453,659 discloses a method of 
forming a gettering substance on an anode plate of an 
electron source. However, with this method, the gettering 
substance has to be electrically insulated from the fluo- 
rescent body of the electron source and patterning oper- 
ations using a photolithography technique have to be 
repeated for precision processing. 

The proposed method therefore involves cumber- 
some processing steps and the use of a large apparatus 
for photolithography so that the image-forming appara- 
tuses manufactured by the method are inevitably subject 
to dimensional limitattons. 

An electron-emitting device that can meet the 
requirement of simple manufacturing method may be a 
lateral field emission type electron-emitting device or a 
surface conduction electron-emitting device. A lateral 
field emission type electron-emitting device comprises a 
cathode having a pointed electron-emitting region and a 
gate for applying a voltage to the cathode arranged on a 
flat substrate and is mahufadured by means of a thin film 
deposition technique such as vapor deposition, sputter- 
ing or plating and an ordinary photolithography tech- 
nique. A surface conduction electron-emitting device 
comprises an electroconductive thin film including a high 
electric resistance region and emits electrons when an 
electric current is made to flow therethrough. Such a 
device is typically disclosed in Japanese Patent Applica- 
tion Laid-open No. 7-235255 applied by the application 
of the present patent application. 

Since an electron source comprising surface con- 
duction electron-emitting devices does not have gate 
electrodes having a configuration as described in Japa- 
nese Patent Application Laid-Open No. 4-1 2436 nor con- 
trol electrodes as disclosed in Japanese Patent 
Application Laid-Open No. 63-181248, a getter cannot 
be arranged in the image display region of an image- 
forming apparatus provided with such an electron 
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source, unlike the case of the above patent applications, 
and therefore should be disposed outside the image dis- 
play region. 

As descrtoed earlier, the iniage-forming member 
that is typically a fluorescent film subject to collisions with 
highly energized electrons and the electron source hself 
are the two greatest gas producers in an image-forming 
apparatus. If the pressure of the produced gas is rela- 
tively low, the gas can be adsorbed by the electron-emit- 
ting regions of the electron source to adversely affect the 
performance of the electron source and gas molecules 
that are ionized by electrons coming from the electron 
source are accelerated by the voltage applied between 
the image-fbrnrdng member and the electron source or 
between the higher potential side and the lower potential 
side of the electron source and hit hard the higher poten- 
tial side or the lower potential side of the electron source 
to damage it. tf the gas pressure rises high locally and 
instantaneously, ions accelerated by the electric field col- 
lide with gas molecules to produce additional ions and 
consequently give rise to electric discharge within the 
apparatus. Then, the electron source can be locally 
destroyed to deteriorate the electron-emitting perform- 
ance of the electron source. As for the image-forming 
member that is typically a fluorescent film. H2O gas and 
other gas can be abruptly produced from the fluorescent 
body when electrons are emitted to cause the fluores- 
cent body to fluoresce after the completion of the image- 
forming apparatus. Thus, the brightness of the image 
displayed on the display screen of the apparatus can 
become remarkably reduced In the initial stages of the 
operation of driving the apparatus. When the apparatus 
is driven further thereafter, gas can also be produced 
from areas around the electron source to gradually dete- 
riorate the performance of the image-forming apparatus. 
So long as a getter is an-anged outside the image display 
region of the apparatus as in the case of conventional 
image-forming apparatuses, the gas generated at the 
center of the image display region not only spend a long 
time before they get to the external getter region but can 
be adsorbed again by the electron source so.that.the.get- 
ter cannot effectively operate to prevent the deterioration 
of the electron-emitting performance of electron source 
and the brightness of the image displayed on the image 
display region can be significantly degraded at the 
center. In view of the above identified drawbacks of con- 
ventional flat panel displays comprising not gate elec- 
trodes nor control electrodes, there is a demand for a 
novel flat panel display having an improved configuration 
wherein a gettering substance is arranged within the 
image display region so that any produced gas may be 
removed quicWy and efficiently 

SUMMARY OF 7 "^ INVENfTION 

It is therefore an object of the present invention to 
dissolve the above identified problems by providing an 
image-forming apparatus that is substantially free from 



degradation with time of the brightness of the image 
being displayed on it. 

It is another object of the present invention to provide 
an image-forming apparatus that is sut)stantiaQy free 

5 from deviations vinth time of the brightness of the image 
being displayed on it. 

It is still another c*ject of the present invention to 
provide a method of effectively and efficiently activate the 
getter arranged within an image-forming apparatus 

to according to the invention. 

Accorcfing to a first aspect of the invention, the above 
objects are achieved by providing an image-forming 
apparatus comprising an electron source and an image- 
forming member disposed in an envelope and said 

IS image-forming member includes a fluorescent ffflm and 
a metal back covering the fluorescent film, characterized 
in that said metal back contains a gettering sut)stance. 

According to a second aspect of the invention, there 
is also provided an image-forming apparatus comprising 

20 an electron source having a plurality of electron-emitting 
devices arranged on a substrate and an image-forming 
member disposed opposite to said substrate in an enve- 
lope, characterized in that a gettering substance is pro- 
vided in areas other than those of said electron-emitting 

25 devices of said substrate disposed opposite to the 
image-forming region of said image-forming mender. 

Accofding to a third a^ect of the invention, there is 
also provided a method of activating a getter in an image- 
forming apparatus aocorcfing to the invention, character- 

30 Ized in that the getter is activated by irradiating the get- 
tering substance of the getter with electron beams 
emitted from said electron source and by controlling the 
voltage being applied to said electron source or the volt- 
age being applied between said electron source and said 

35 image-forming member. 

RRIFF DESCRIPTION OF THE DRAWINGS 

Fig. 1 is a schematic perspective view of a first 
40 embodiment of image-forming apparatus according to 

the invention, illustrating its configuration. 

Fig^aA is a sdiennatic plan view of a f luorescerit film 
having black stripes. 

Rg. 2B is a schenratic plan view of a fluorescent film 
45 having a black matrix. 

Rg. 3A is a schematic partial plan view, of another 
embodiment off Image-forming apparatus according to 
the invention, illustrating its configuration. 

Rg. 3B is a schematic partial sectional view taken 
so along line 3B-3B in Rg. 3A. 

Rg. 4 is a schematic partial plan view of still ancAher 
embodiment of image-forming apparatus according to 
the invention. 

Rg. 5 is a schematic block diagram of a drive circuit 
55 of an image-forming apparatus according to the inven- 
tion and designed to display images according to NTSC 
signals. 
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Fig . 6 Is a schemata block diagram of a vacuum sys- 
tem to be used for manufecturing an Image-forming 
apparatus according to the invention. 

Rg. 7 is a schematic circuit diagram of a circuit to be 
used for energization fonming and activation steps in 
manufacturing an image-forming apparatus according to 
the invention. 

Rg. 8 is a graph showing the perfomiances of the 
.electron-emitting devices prepared in the examples and 
comparative ejamples that will be descril^ed hereinafter. 

Rgs. 9 A through 91 are schematic sectional vi ews of 
an electron-emitting device of Example 6 in different 
manufacturing steps. 

Rg. 1 0 is a schematic partial plan view off the image- 
forming apparatus of Example 7. 

Rgs. 1 1 A and 1 1 B are schematic partial views of the 
image-forming apparatus of Example 8. 

Rg. 12 is a schematic partial sectional view of the 
image-forming apparatus of Example 8, illustrating the 
method of manufacturing the same. 

Rg. 13 IS a schematic perspective view of an elec- 
tron-emitting device of Example 9. illustrating the profOe 
of the electron-emitting region and its vicinity. 

Rgs. 14A and 14B are schematic partial views of a 
conventional flat panel display 

Rg. 1 5 is a schematic partial plan view of an electron 
source comprising a plurality of surface conduction elec- 
tron-emitting devices arranged with matrix wiring. 

Rg. 16 Is a schematic partial sectional view taken 
along line 16-16 in Rg. 15. 

Figs. 17A through 17H are schematic partial sec- 
tional views of the electron source of Rg. 15, illustrating 
it in different manufacturing steps. 

DETAILED DE .Qr.RIPTIONiQFTHE PREFERRED 
EMBODIMENTS 

Now, the present invention will be described in 
greater detail by refemng to the accompanying drawings 
that illustrate preferred embodiments of the invention. 

Fig. 1 is a view of a f irst embodiment of image-form- 
ing apparatus according the invention realized by arrang- 
ing a thin film of an electroconductive gettering 
substance on a metal back formed on a fluorescent film. 

Referring to Fig. 1 schematically illustrating the 
embodiment of image-forming apparatus, it comprises 
an envelope 5 formed by bonding an electron source 1 
having a plurality of electron-emitting devices arranged 
on a substrate and wired appropriately, a rear plate 2, a 
support frame 3 and a face plate 4 together along the 
junctions thereof. The face plate 4 by turn is formed by 
arranging a fluorescent film 7, a metal back 8 and a getter 
layer 9 on a glass substrate 6 to produce an Image dis- 
play region. While the fluorescent film 7 is solely made 
a fluorescent body in an image-forming apparatus for 
black and white images, it contains pixels made of fluo- 
rescent bodies of three primary colors of red, green and 
blue that are s^arated from each other by black elec- 
troconductive members in an image-forming apparatus 



for color images. Such black electroconductive members 
are referred to as black stripes or a black matrix, which 
will be described hereinafter in greater detail. The metal 
back is made of an electroconductive thin film typically 

5 of aluminum. As will be described hereinafter, it may 
alternatively be made of a gettering substance so that it 
may also operate as a getter layer. The metal back is 
designed to improve the brightness of the display screen 
by reflecting beams of light coming from the fluorescent 

10 bodies and moving toward the electron source such that 
they may be directed along the direction toward the glass 
substrate and, at the same time, prevent ions generated 
as a result of Ionization of the gas remaining in the enve- 
lope by electron beams from damaging the fluorescent 

15 bodies. It also operates as anode relative to the electron 
source and Imparts electroconductivrty to the Image dis- 
play region of the face plate to prevent any electric 
charge from accumulating there. 

The getter layer formed on the face plate character- 

20 izes an image-forming apparatus according to the inven- 
tion and is designed to adsorb the gag produced by the 
electron source and the foce plate. 

Note that, if the getter layer operates as a metal 
back. It should be sufficiently electroconductive. 

25 In general, if the electric resistance of a thin film hav- 
ing a thickness t. a width w and a length I Is equal to R, 
a "sheet resistance" Rs is defined by equation 
R=Rs(IM) and Rs should not have a large value for the 
film to show a sufficiently large electroconductivity. If the 

30 thin film is structurally uniform. Rs and the electric resis- 
tivity p of the substance of the thinf tim have a relationship 
Rs=p/t. Thus, t should have a relatively large value. 
Additionally, the getter is required to have a relatively 
large volume in order for It to adsorb gas to a satisfactory 

35 extent. This means that t should not be very small for the 
getter to operate well and there may be defined a lower 
limit for it. 

On the other hand, the metal back should be suffi- 
ciently thin to allow incident electron beams to move 

40 therethrough and get to the fluorescent bodies. The 
thickness t of the metal bacK the intensity lo of incident 
electrons arid the intensity It of transmitting electrons 
show a relationship roughly expressed by 
tt=lo exp{-t(lo)) . io is the mean free path of electrons in 

45 the metal back and defined by the material of the metal 
back and the energy of incident electrons. However, 
since it is affected by the ratio of elastic scattering to Ine- 
lastic scattering ol^served therein, the particulate struc- 
ture of the films of the metal back and other factors, it 

so should be experimentally determined. 

If the gettering substance is not very thick, it may 
alternatively be formed on an aluminum metal back as a 
uniform layer. If such is the case, since the metal back 
has a sufficiently large electroconductivity, the layer of 

55 the gettering substance may be made thin so tong as it 
operates effectively 

Preferably, the gettering substance is arranged 
selectively on the black stripes or the black matrix of the 
fluorescent film (with the metal back interposed therebe- 
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tween) so that electrons may not be cdssorbed by the get- 
tering substance and hence the layer of the gettering 
substance may be made suffidentiy thick. 

An image-forming mender having a configuration 
as described above can be manufactured in a relatively 
simple process baause thegettering substance and the 
fluorescent bodies are electrically connected. It can be 
manufactured by a method much simpler than by the 
method disclosed in US. Patent No 5.453.659 "Anode 
Plate" cited earlier and. the-efore, it can adapt itself to 
large dimensions. If the gettering substance is patterned, 
it is not necessary to electrically insulate it from the flu- 
orescent bodies and hence no rigorous control is 
required for the patterning operation. A patterned f Bm of 
a gettering substance can be easily produced by arrang- 
ing an appropriate mask on the metal back and forming 
a film of the gettering siA)stanoe by means of vacuum 
deposition or sputtering. The reasons why an image- 
forming member can be arranged in such a simple way 
for the purpose of the present invention as compared 
with U.S. Patent No. 5.453,659 will be described herein- 
after. 

The gettering substance may be selected from 
known ordinary substances having a sufficiently high 
electroconductivity including metals such as Ti, Zr, Hf. V. 
Nb, Ta and W and their alloys. Alloys that can be used 
for the purpose of the present invention may contain Al, 
Fe and/or Ni. 

As means for securing a sufficiently high electrocon- 
ductivity for the getter even when it has adsorbed gas to 
a large extent, the basic substance of the getter may be 
made to contain a metal that is less reactive than the 
former. More specifically, such an auxiliary metal may 
have an electronegativity value greater than that of the 
eiementthatprovidesthebaseforthe getter. Then, when 

Zr or Ti contained in the gettering sitostance is oxidized 
by the adsorbed gas, the other metal element can remain 
unoxidized to secure the electroconductivity of the getter. 
Such a combination of two metals for an alloy may be Ti 
(electronegativity of 1.5) or Zr (1.4) and Fe or Ni (both 
having an electronegativity of -1.8): A metal having a 
large electronegativity other than Fe and Ni may also be 
used. 

Referring back to Rg. 1, the embodiment addition- 
ally comprises row selection terminals 10 and signal 
input terminals for applying a signal for controlling the 
rate of electron emission of the electron-emitting devices 
of the selected row. These terminals may have a profile 
appropriately selected by taking tiie configuration of the 
electron source and tiie method of controlling it into con- 
sideration and. tiierefore, not limited to the illustrated 
ones. 

Now, the fluorescent film will be described in detail. 
Fig. 2A shows stripe-shaped fluorescent bodies 13 
arranged in a sequence of ttiree primary colors of red 
(R). green (Q) and blue (B) and separated from each 
other by black electroconductive members 12. which are 
referred to black stripes. In Fig. 2B. dot-shaped fluores- 
cent bodies 13 are disposed in a grating arrangement 



and separated from each other by a matrix of a black 
electroconductive substance 12. Dots of fluorescent 
bodies of three primary colors may be arranged in sev- 
eral different ways and a square grating arran gemen t 
5 instead of a triangular grating arrangement as Olustrated 
in Rg. 28. 

A black electroconductive material 12 and fluores- 
cent bodies may be arranged on a glass substrate 6 to 
show a predetermined pattern by means of an appropri- 
10 ate patterning operation using a sluny or printing tech- 
nique. After forming a fluorescent film, a metal flm 
typically of aluminum is prefMred thereon as metal back, 
on which a layer of a gettering substance is formed. 
When a layer of a gettering substance is selectively 
IS formed only on the black matrix or black strpes. a m^ 
having an appropriate pattern off openings has to be rig- 
orously aligned with and secured to the metal back. Care 
should be taken to place the mask as dose as possible 
to the metal back without contacting the latter. Then, a 
20 layer of a gettering substance tftat may be made of a 
metal such as Ti or Zr or an alloy contairting such a metal 
Is formed on the fluorescent film or the metal back by 
sputtering or vacuum deposition. Preferably a thin stabi- 
lized layer of a nrtride may be additionally fonned on the 
25 surface of tiie gettering substance layer in order to han- 
dle ttie gettering substance layer with ease in the subse- 
quent processing steps. Such a nitride layer may be 
prepared by introduce nitrogen gas into ttie vacuum 
apparatus and healing it after fbmning the getter layer. 
30 The produced nitride layer is removed in a subsequent 
"getter activation step (as will be described hereinafter)". 

The face plate 4 prepared In the above descrfoed 
manner is tiien combined with a support frame 3, a rear 
plate 2. an electron source substrate 1 and other com- 
35 ponents. of which tiie support frame 3, the face plate 4 
and the rear plate 2 are bonded together by means of frit 
glass at 400'C. At the same time, ttie internal compo- 
nents such as tiie electron source substrate 1 are also 
rigidly secured in position. In practice, the assembled 
40 components are heated to 300*»C in the atmosphere to 
eliminate the binding agent contained in the fritglass (an 
operation referred to as "prefiminary baking") and. here- 
after, they are heated further to 400'C in an atmosphere 
of inert gas such as Ar to bond the junctions of the com- 

45 ponents. 

Subsequently, tine electron source is subjected to 
activation and otiier necessary processing steps and. 
after evacuating the inside of the envelope 5, tiie exhaust 
pipe (not shown) of ttne envelope is heated and sealed 
so off by means off a bumer. Thereafter, the apparatus is 
subjected to a gettering operation, where evaporation 
type getters 14 (schematically shown as ring-shaped 
getters in Fig, 1) that are different from the above 
described getter layer are heated until they evaporate 
55 and are deposited on the inner walls off ttie env^ope 5 
(an operation referred to as "a flash" of getter) to form a 
film. The formed getter film is located outside tine image 
display region within the envelope 5. 
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Then, the layer 9 of the gettering sutjstance formed 
on the face plate is subjected to an activation step. 

For the purpose of ttie invention, "activation" refers 
to two different operations. Firstly, electron-emitting 
devices are subjected to an operation of activation. 
When electron-emittingdevices are formed for an image- 
forming apparatus to ^ow a macroscopicaily satisfac- 
tory profile, they may not emit electrons at all or, if they 
"do, only at a low rate. Then, they have to be subjected 
to an operertion of activation, where the surface of the 
- devices are qualitalively modified so that they emit elec- 
trons at a desired high rale. Secondly, there is another 
operation of activation that is conducted on a gettering 
substance. As desafbed above, the surface of a non 
evaporation type getter containing Zr or Ti as a principal 
ingredient is cova-ed by a nitride layer so that the getter 
may remain stabilized and is handled without d fficulty. 
Then, it is heated in vacuum to diffuse the nitrogen atoms 
into the gettering substance to make the surface neat 
and dean and the getter operate properly. In order to 
avoid confusion, the operation of activating a gettering 
substance will be referred to as "getter activation" here- 
inafter whenever dee^ned necessary. 

For the embodiment of image-fbmrang apparatus 
showvn in Fig. 1 . the initial operation of getter activation 
may be canried out by externally heating it or by modifying 
the tracks of electrons emitted from electron-emitting 
devices from those for displaying an image so as to in^a- 
diate the getter layer witii electron beams. When lateral 
type field emission electron-emitting devices or surface 
conduction electron-emitting devices are used, the 
tracks of electrons can be modified by appropriately 
changing the voltage being applied to the electron-emit- 
ting devices and the voltage being applied between the 
devices and the metal back. 

When the operation of getter activation is candied out 
by means of electron beams emitted from the electron- 
emitting devices of the image-forming apparatus as 
described above, no particular an-angement has to be 
installed for the operation. Thus, if the gas adsorbing 
effect dtiie gettering siiDStei^^ ''.educed after the 
image-forming apparatus has been put to use, the getter 
may be effectively "reactivated" by means of electron 
beams. 

The momentum of an electron emitted from a lateral 
type field emission electron-emitting device or a surface 
conduction electron-emitting device of the electron 
source of an image-forming apparatus according to the 
invention has a component running along a particular 
direction parallel to the electron source substrate Hat- 
eral direction") because of the specific structure of the 
device. (It is not a component that each electron ran- 
domly shows due to the diffusion of electron beam but a 
component that each electron of tiie electron beam 
shows averagely.) In other words, the electron beam 
emitted from an electron-emitting device hits the image- 
forming member at a position slightiy displaced from the 
spot right above the electron-emitting device. Although 
the electron source and the image-forming member are 



normally aligned, taking this displacement into consider- 
ation, such displacement can be regulated by appropri- 
ately modifying the voltage Vf to be applied to the devices 
and the voltage Va to be applied between the devices 

5 and the image-fbmiing member (anode). On the basis of 
tills principle, an electron beam enitted to hit a fluores- 
cent body can be made to hit an adjacent black electro- 
conductive merriber. Thus, the gettering substance 
an^nged on a black electroconductive member of an 

10 image-forming apparatus according to the invention can 
be irradiated witii electron beanrs without using the com- 
plicated arrangement of U.S. Patait No. 5.453,659. 

In a second preferred embodiment of image-forrrnng 
apparatus according to the invention, a getter layer is 

75 formed in areas otiier tiian the electron-emitting device 
on the electron source substrate As in tiie case of the 
first emtKxfiment, while a specific wiring arrangement is 
required for this enr*odiment in order to apply a voltage 
to tiie g^er laya" if the operation of getter activation is 

20 carried out by means of electron beams emitted from the 
electron-emitting devices, the higher potential skie wire 
of each electron-en^tting device may be used or, alter- 
natively, an exclusive wire may be arranged for that pur- 
pose. 

25 Figs. 3A and 3B schematically illustrate a getter 
layer fomied on an insulation layer and disposed dose 
to a related one of the electron-emitting devices of an 
electron source having a matrix wiring arrangement. Fig. 
3A is a partial plan view of the electron source and Fig. 

30 SB is a sectional view taken along line 3B-3B in Fig. 3A. 
While surface conduction electron-emitting devices are 
shown there, ttiey may well be replaced by electron-emit- 
ting devices of a different type. 

The embodiment comprises X-directional wires 

35 (upper wires) 21 and Ydirectional wires (lower wires) 22 
that are respectively connected the related electron- 
emitting devices. Each of the electron-emitting device 
is provided with a specific area located dose to it, where 
a getter layer is formed and connected to a getter acti- 

40 vation wire 25 so that an appropriate voltage may be 
applied to the getter layer for getter activation. The Y- 
directiohal wires are a^reuiged wan insulating substrate 
26 and an insulation layer 27 is formed thereon. The X- 
directional wires21 . ttie elecfron-emitting devices 32, tiie 

45 getter layers 24 and ttie getter activation virires 25 are 
ananged on ttie insulation layer 27. Each of ttie electron- 
emitting devices 23 is connected to a related one off tiie 
Y-directional wires 22 by way of a contact hde 28. Ref- 
erence numeral 29 denotes connecting wires. 

50 The above cited various wires are formed by means 
of a combination of a thin film deposition technique such 
as sputtering, vacuum deposition or plating and photdi- 
tiiography or by printing. As described earlier, the getter 
layer is formed of a metal such as Zr or Ti or an alloy 

55 containing such a metal by means of sputtering and then 
tiie surface of the layer is treated with a nitride. 

The electiron source substrate is tiien assembled 
with a face plate, a support frame and a rear plate as in 
ttie case of the first embodiment to produce an image- 
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forming apparatus. The face plate may be a metal back 
carrying thereon a layer of a gettering substance as in 
the case of the first embodiment or. alternatively, carrying 
thereon no gettering substance layer so long as the 
apparatus meets the requirements of a given degree of 
vacuum and a certain service Gfe. 

After the electron-emitting devices of the embodi- 
ment are subjected to energization forming and activa- 
tion as in the case of the first embodiment, the internal 
pressure of the envelope is reduced to a sufficiently low 
level of less than lO'sPa and then an operation of getter 
activation is carried out on the apparatus. The operation 
of getter activation may be conducted by heating the 
apparatus as in the case of the first embodiment or by 
causing the electron-emitting devices 23 to emit electron 
beams and simultaneously applying a voltage higher 
than the potential of the higher potential electrodes of the 
electron-emitting devices to the getter layers 24 by way 
of the getter activation wires 25 to draw the electron 
beams toward the respective getter layers 24 and ener- 
gize the getter layers 24 by electrons. The metal back of 
the face plate may be made to have a negative potential 
in order to deviate the electron beams. 

Thereafter, the exhaust pipe of the image-forming 
apparatus is sealed off and the vapor deposition type 
getter is made to flash. Note tiiat the sequence of the 
operations of getter layer activation, sealing off of the 
exhaust pipe and flashing of the vapor deposition type 
getter may be changed if necessary. 

The same treatment as the getter activation dis- 
crived above can be carried out when the ability of the 
getter layers is exhausted or periodically for reactivation 
of the getter layers. Still more, earring out the same treat- 
ment simultaneously with displaying Images for main- 
taining surfaces of the getter layers clean is effective to 
avoid generation of gases and discharge caused by such 
gases. 

As methods for tiiis treatment, for example, supply- 
ing to the getter layers an electrical potential higher than 
that of the higher potential side electrodes of the electron 
emitting devices can be utilized. Because of the potential . 
of the getter layers, electrons emitted from the electron 
emitting devices are partially attracted by the getter lay- 
ers, though a majority of electrons emitted from electron 
emitting devices are attracted by the face plate. 

Surfaces of the getter layers were heated by collision 
of electrons, and this accelerates deffusion of absorbed 
molecules into inside of the getter layers. 

This treatment can be carried out constantiy with an 
appropriate interval during displaying images. 

Depending on situations, any suitable metiiod can 
be selected. As a method of heating getter layers for 
reactivation or cleaning, heating means may be formed 
on the electron source substrate. 

In a tiiird preferred embodiment of image-forming 
apparatus according to the invention, a getter layer Is 
formed on the higher potential side wires of the electron 
source that are exposed on the electron source sub- 
strate. When forming the wires, a getter layer may be 



formed on a layer of the material of the wires {such as 
Au or Pt) and the two layers may be patterned all at once. 
In such cases, no activation wire is needed. In short, the 
third embodiment can be manufactured with a simpler 
5 process than the second embodiment and has a config- 
uration simpler than that of tiie second embocfiment. 

The operation of getter activation may be conducted 
by heating the embodiment or by causing the electron- 
emitting devices to emit electron beams and making 
10 them collide with the getter layers arranged on the wires 
by applying a negative potential to the metal back on the 
face plate. 

A fourth embocfiment of image-fonning apparatus 
according to tiie invention and illustrated In Rg. 4 is in 
15 fact a combination of the second and third embodiments. 
In Fig. 4, reference numwal 26 denotes getter layers 
formed on the higher potential side (X-directiona!) wires 
21. With this arrangement, the total area of the getter 
layers can be further increased. The getter layers may 
20 be fomied individually or by covering the areas for elec- 
tron-emitting devices 23 with a mask, fbnning a film of a 
gettering substance and thereafter canrying out a laser 
patterning operation of separating the getter layers 26 
on the higher potential skle wires from the remaining get- 
25 ter film 24 connected to the getter activation wires 25 by 
means of a scanning laser spot Reference numeumeral 
27 in Fig. 4 denotes scanning paths along which a laser 
spot moves for a laser patterning operation. 

In a fifth embodiment of image-forrrwig apparatus 
30 according to the invention, the getter layers are made of 
an evaporation type gettering substance that is an alloy 
containing Ba as a principal ingredient. 

However, care should be taken not to give rise to a 
problem of short circuiting that may arise when a getter 
35 film is formed in any unnecessary areas. A holder made 
of the gettering substance may have to be devised to 
confine the direction atong which the evaporated getter- 
ing substance moves when tine evaporation type getter- 
ing substance is heated. More specifically, getter layers 
40 may be formed by vapor deposition only on desired areas 
of the higher potential side wires by anranging wires of 
the gettering substance direSy afcwve t^^ 
tial side wires and forming slits thereon on the side of the 
higher potential side wires along the longitudinal dlrec- 
45 tion of the wires of the gettering substance. With tiiis 
arrangement, an independent activation step can be 
omitted because tiie getter layers formed by vapor dep- 
osition adsorb any gas within tiie envelope of ttie image- 
forming apparatus. While the above description of ttie 
so second to tiie fifth embodimente are based on an elec- 
tron source witti matrix wiring, ttiey may be applicable to 
an electron source having a ladder-like arrangement or 
some other anrangement. 

As described above, according to ttie invention, get- 
55 ter layers can be fbnmed not only over a wide area but 
also close to sites where as is produced most vigorously 
when the electron source is driven to operate by forming 
getter layers on the metal back in the image display 
region of ttie face plate, on ttie insulating members of ttie 
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electron source substrate or on the higher potential side 
wires so that the internal pressure of the envelope oi an 
image-forming apparatus according to the invention can 
be constantly held to a low level and any gas produced 
in the inside can be quickly adsorbed by the getter. Thus, s 
an image-forniing apparatus according to the invention 
is free from deterioration or fluctuations in the light emit- 
ting performance due to gas produced in the inside. 
' Now, a drive circuits for driving an image-forming 
apparatus as deso-ibed above according to NTSC tele- t 
Vision signals will be described by refemng to Rg. 5. In 
Fig. 5. reference numeral 31 denotes an Image-forming 
apparatus according to the invention. Othenwise. the dr- 
curt comprises a scan drcuil 32. a control drcuit 33. a 
shift register 34, a line memory 35, a synchronizing sig- i 
nal separation drcuit 36 and a modulation signal gener- 
ator 37. Vx and Va in Fig. 5 denote DC vdtage sources. 

As shown in Fig. 5, the image-forming apparatus 31 
is connected to external drcuits via terminals Doxl 
through Doxm, Doyi through Doyn and a high voltage i 
terminal Hv. of virtiich terminals Doxl through Doxm are 
designed to receive scan signals for sequentially driving 
on a one-by-one basis the rows (of N devices) of an elec- 
tron source in the apparatus comprising a number of sur- 
face-conduction type electron-emitting devices arranged i 
in the form of a matrix having M rows and N columns. 

On the other hand, terminals Doyi through Doyn are 
designed to receive a modulation signal for controlling 
the output election beam of each of the surface-conduc- 
tion type electron-emitting devices of a row selected by 
a scan signal. High voltage terminal Hv is fed by the DC 
voltage source Va with a DC voltage of a level typically 
around lOkV. which is suffidently high to energize the 
fluorescent bodies of the selected surface-conduction 
type electron-emitting devices. 

The scan drcuit 32 operates in a mariner as follows. 
The drcuit comprises M switching devices (of which only 
devices SI and Sm are specifically and schematically 
indicated in Fig. 5), each of which takes either the output 
vortage of the DC voHage source Vx or OV (the ground 
potential level) and comes to be-connected-with one of 
the terminals Doxl through Doxm of the image-forming 
apparatus 31. Each of theswrtching devices Si through 
Sm operates in accordance with control signal Tscan fed 
from the contrd drcuit 33 and can be prepared by com- 
bining transistors such as FETs. 

The DC voltage source Vx of this drcuit is designed 
to output a constant voltage such that any drive voltage 
applied to devices that are not being scanned due to the 
performance of the surface conduction electron-emitting 
devices (or the threshold voltage for electron emission) 
is reduced to less than threshold voltage. 

The control drcuit 33 coordinates the operations of 
related components so that images may be appropriately 
displayed in accordance with externally fed video sig- 
nals. It generates contrd signals Tscan, Tsft and Tmry 
in response to synchronizing signal Tsync fed from the 
synchronizing signal separation drcurt 36. which will be 
described below. 



The synchronizing signal separation circuit 36 sep- 
arates the synchronizing signal component and the lunra- 
nance signal component form an extemally fed NTSC 
television signal and can be easily reaOzed ising a pop- 
ularly known frequency separation (filter) drcuit. 
Although a synchronizing signal exlraded from a televi- 
sion signal by the synchronizing signal separation circuit 
36 is constituted, as well known, of a veHcal synchro- 
nizing signal and a horizontal synchronizing signal, it is 
0 sinply designated as Tsync signal here for convenience 
sake, dferegarding its conrponent signals. On the other 
hand, a luminance signal drawn from a television signal. 
whichisfedtotheshmregister34.isdesignatedas DATA 

signal for corTveni^tce sake, 
fs Ttie shift register 34 carries out for each tine a 
serialA>arall^ conversion on DATA signals that are seri- 
ally fed on a time series basis in accordance with control 
signal Tsft fed from the control drcuit 33. In other words, 
a control signal Tsft operates as a shift dock for the shift 
20 register 34. A set of data for a line that have undergone 
a serial/lparallel conversion (and correspond to a set of 
drive data for n electron-errttting devices) are sent out of 
the shift roister 34 as n parallel signals Wl through Idn, 
The line memory 35 is a memory for storing a set of 
25 data for a line, which are signals Idl through Idn, for a 
required period of time accordng to contrbl signal Tmry 
coming from the control drcuit 33. The stored data are 
sent out as I'dl through I'dn and fed to modulation signal 
generators?. 

30 Said modulation signal generator 37 is in fact a sig- 
nal line that appropriately drives and modulates the oper- 
ation of each of the surface-conduction type electron- 
emitting devices according to each of the image data I'dl 
through I'dn and output signals of this device are fed to 
35 the surface-conduction type electron-emitting devices in 
the image-forming apparatus 31 via terminals Doyi 

through Doyn. 

An electron-emrtting device applicable to the present 
invention has a characteristic feature relative to emission 
40 current le as will be described below. There exists a clear 
threshold vqltege Vth for an electron-emitting device and 
the device emits electrons only a voltefge exceeding the 
threshold voltage Vth is applied thereto. The level of 
emission current changes as a function of the change in 
45 the applied voltage above the threshold level. While the 
value of the threshold voltage and the relationship 
between the applied voltage and the emission cun-ent 
may vary depencOng on the materials, the configuration 
and the manufacturing method of the electron-emitting 
so device, the following description holds true in any case. 
When a pulse-shaped voltage is applied to an electron- 
emitting device according to the invention, practically no 
emission current is generated so far as the applied volt- 
age remains under the threshold level, whereas an elec- 
55 tron beam is emitted once the applied voltage rises 
above the threshold level. It should be noted here that, 
firstly, the intensity of an output electron beam can be 
oontrdled by changing the wave height value Vm of the 
pulse-shaped voltage. Secondly, the total amount of 
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electric charge of the electron beam emitted from the 
device can be controlled by varying the pulse width Pw 
of the pulse-shaped voltage. 

Thus, either voltage modulation method or pulse 
width nrwdulation nray be used for modulating an elec- 
tron-emitting device in response to an input signal. With 
voltage modulation, a voltage modulation type drcuit is 
used for the modulation signal generator 37 so that the 
peak level of the pulse shaped voltage is modulated 
according to input data, while the pulse width is held con- 
stat. 

With pulse width modulation, on the other hand, a 
pulse width modulation type circuit is used for the mod- 
ulation signal generator 37 so that the pulse width of the 
applied voltage may be modulated according to input 
data, while the peak level of the applied voltage is held 
constant. 

Arthough it is not particularly mentioned above, the 
shift register 34 and the line memory 35 may be either 
of digital or of analog signal type so bng as serial/|aarallel 
conversions and storage of video signals are conducted 
at a given rate. 

If digital signal type devices are used, output signal 
DATA of the synchronizing signal separation circuit 36 
needs to be digitized. However, such conversion can be 
easily carried out by arranging an A/D converter at the 
output of the synchronizing signal separation drcuit 36. 
It may be needless to say that different circuits may be 
used for the modulation signal generator 37 depending 
on if output signals of the line memory 35 are digital sig- 
nals or analog signals. If digital signals are used, a D/A 
converter circuit of a known type may be used for the 
modulation signal generator 37 and an amplifier circuit 
may additionally be used, if necessary. As for pulse width 
modulation, the modulation signal generator 37 can be 
realized by i^ing a circuit that combines a high speed 
oscillator, a counter for counting the number of waves 
generated by said oscillator and a comparator for com- 
paring the output of the counter and that of the memory. 
If necessary, am amplifier may be added to amplify the 
voltage of the output signal of the comparator having a 
rrodiilate^putee to the level of the drive voltage of 
a surface<onduction type electron-emitting device 
according to the invention. 

If, on the other hand, analog signals are used with 
voltage modulation, an amplifier circuit conrprising a 
known operational amplifier may suitably be used for the 
modulation signal generator 37 and a level shift circuit 
may be added thereto if necessary. As for pulse width 
modulation, a known voltage control type oscillation cir- 
cuit (VCO) may be used with, if necessary, an additional 
amplifier to be used for voltage amplification up to the 
drive voltage of surface-conduction type electron-emit- 
ting device. 

With an image fomiing apparatus according to the 
invention and comprising an image-forming apparatus 
31 and a drive circuit a configuration as described above, 
the electron-emitting devices emit electrons as a voltage 
is applied thereto by way of the ©eternal terminals Doxl 



through Doxm and Doyi through Doyn. Then, the gen- 
erated electron beams are accelerated by applying a 
high voltage to the metal back 8 or a transparent elec- 
trode (not shown) by way of the high voltage terminal Hv. 

5 The accelerated electrons eventually collide with the flu- 
orescent film 114, which by turn fluoresces to produce 
television images. 

The above describ«i configuration of image for ming 
apparatus is only an example to which the present inven- 

w tion is applicable and may be subjected to various nwd- 
if ications. The TV signal system to be used with such an 
apparatus is not lin^ted to a particular one and any sys- 
tem such as NTSC, PALor SECAM may feasibly Ije used 
with it. It is particularly suited for TV signals involving a 

IS larger number of scanning lines (typically of a high defi- 
nition TV system such as the MUSE system because it 
can be used for a large imageage-forming apparatus 
comprising a large number of pixels. 

Possible applications of an image-forming appara- 

20 tus according to the invention include a display appara- 
tus for television, a teleconferencing system and a 
computer as well as an optical printer comprising a pho- 
tosensitive drum. 

25 [Examples] 

Now. the present invention will be desaibed in 
greater detail by way of examples. 



30 (Example 1) 

The image-forming apparatus of this example has a 
configuration as schematically illustrated in Fig. 1 and 
the metal back 8 off the apparatus is totally covered by a 
35 getter film 9. 

In the image-forffttng apparatus of this example, a 
plurality of surface corxiuction electron-emitting devices 
are arranged and wired on an electron source substrate 
1 to form an electron source having a simple matrix 
40 anangemenl (with 100 rows and 300 columns). 

Fig. 15 is a partial plan view of the electron source. 
Fig. 16 is a cross sectional view-taken along line -16-1 6 
in Fig. 15. In Figs. 15 and 16. same components are 
denotes by same reference symbols. 1 denotes an elec- 
45 tron source substrate and 82 denotes an X<iirectional 
wire (also referred to as a lower wire) that con-esponds 
to Doxm in Fig, 1 . while 83 denotes a Ydirectional wire 
(also referred to an upper wire) that corresponds to Doyn 
in Fig. 1 . 4 denotes an electroconductive film including 
50 an electron-emitting region and 5 and 6 denote device 
electrodes. Othenwise, there are shown an interlayer 
insulation layer 141 and a contact hole 1 42 for electrically 
connecting the device electrode 5 and the lower wire 82. 
The image-forming apparatus of this exanple is pre- 
ss pared in a manner as described below. 
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Step a: 

After thoroughly cleansing a soda lime glass plate, 
a silicon oxide film was formed thereon to a thickness of 
O.S^im by sputtering to produce a substrate 1 . on which 
Cr and Au were sequentially laid to thicknesses of 5nm 
and eoonm respectively and then photoresist (AZ1370: 
available from Hoechst Corporation) was applied thereto 
by means of a spinner, while rotating thef flm, and baked, 
thereafter, a photo-mask image was exposed to light 
and developed to produce a resist pattern for lower wires 
'82 and then the deposited Au/Cr film was wet-etehed to 
produce lower wires 82 having an intended profile (Fig. 
17A). 

Stepb: 

A silicon oxide film was fbmied as an interlayer insu- 
lation layer 141 to.a thickness of I.Ojim by RF sputtering 
(Rg. 17B). 

Step c: 

A photoresist pattern was prepared for producing a 
contact hole 142 in the silicon oxide film d^sited in 
Step b, which contact hole 142 was then actually formed 
by etching the interlayer insulation layer 141, using the 
photoresist pattern for a mask. A technique off RIE (Reac- 
tive Ion Etching) using CF4 and H2 gas was employed 
for the etching operation (Fig. 17C). 

Stepd: 

Thereafter, a pattern of photoresist (RD-2000N-41 : 
available from Hitachi Chemical Co.. Ud.) was formed 
for device electrode 5 and a gap separating the pair of 
electrodes and then Ti and Ni were sequentially depos- 
ited thereon respectively to thicknesses of 5nm and 
lOOnm by vacuum deposition for each surface conduc- 
tion electron-emitting device. The photoresist pattern 
was dissolved by an organic solvent and the Ni/Ti deposit 
film was treated by using a lift-off-technique to produce 
a pair of device electrodes 5, 6 having a width W of 
SOO^m and separated from each other by a distance L 
of 3^m for each electron-emitting device (Fig. 1 7D). 

Stepe: 

After forming a photoresist pattern on tiie device 
electrodes 5. 6 for upper wires 83, Ti and Au were 
sequentially deposited by vacuum deposition to respec- 
tive thicknesses of 5nm and SOOnm and then unneces- 
sary areas were removed by means of a lift-off technique 
to produce upper wires 84 (Fig. 1 7E). 

Stepf: 

A Cr film 151 was formed to a film thickness of 
lOOnm by evaporation, which was then subjected to a 



patterning operation. Thereafter, a solution of Pd amine 
complex (ccp4230: available from Okuno Pharmaceuti- 
cal Ca. Ltd.) was applied to the Cr film by means of a 
spinner, while rotating the film, and baked at SOC'C for 

5 1 0 minutes. The formed electroconductive film 2 for pro- 
ducing an electron-emitting region was nrmde of fine par- 
ticles containing Pd as a principal ingredient and had a 
film thickness of 8.5nm and an electric resistance 
Rs=3.9x104Q/D . Note that, an dectroconductivefilm of 

10 fine particles is a film made of aggregated fine particles, 
where fine particles may be in a dispersed, adjacentiy 
arranged or overlapped (to show an islands structure) 
state, the fine particles having a diameter recognizable 
in any of the above listed states (Fig. 17F). 

IS 

Stepg: 

The Cr film 1 51 and the baked electroconductive film 
2 for forming an electron-emitting region was etched to 
20 show a desired pattern by means of an acidic etchant 
(Rg. 17Q). 

St^h: 

25 Then, a pattern for applying photoresist to ttie entire 
surface area except the contact hole 142 was prepared 
and Ti and Au were sequentially deposited by vacuum 
deposition to respective tinictaiesses of 5nm and 500nm. 
Any unnecessary areas were removed by means of a lift- 

30 off technique to consequently bury the contact hole 1 42 
(Rg. 17H). 

By following the above steps, a plurality (1 00 rows x 
300 columns) electroconductive films 2 for forming elec- 
tron-emitting regions that are respectively connected to 
35 tiie upper wires 83 and tiie lower wires 82 were produced 
in the form off a matrix on tiie electron source substrate 1 . 

Stepi: 

40 Thereafter, a face plate 4 having a profile as shown 
in Fig. 1 was prepared in a following manner. 

A fluorescent film 7 w^ 
6 by printing. The fluorescent film 7 carried thereon 
stripe-shaped fluorescent bodies (R. G. B) 13 and black 

45 electroconductive members (black stripes) 1 2 arranged 
alternately to show an arrangement of Fig. 2A. 

A metal back 8 of a thin Al film was formed to a thick- 
ness of 50nm on tiie fluorescent film 7 by sputtering and, 
suljsequently. a getter film 9 of an Ti-AI alloy was formed 

so to a ttiickness of SOnm on the metal back 8. The target 
used for the sputtering operation was made of an alloy 
containing Ti by 85% and Al by 15%. Thereafter, ttie 
inside of the vacuum chamber of the sputtering appara- 
tus was filled with nitrogen gas and a nitride layer was 

55 formed on the surface of the getter film 9. 
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Stepj: 



Subsequently, an envelope having a configuration 
as shown In Rg. 1 was prepared in a following nnanner. 

After rigidly securing the electron source substrate s 
1 to the rear plate 2, they were ass«Tib!ed with a support 
frame 3 and the face plate 4 to form an envelope 5 and 
the lower wires 82 and the upper wires 83 of the electron 
source substrate 1 were respectively connected to the 
external terminals 10 and 11 . The electron source sub- io 
strate 1 and the face plate 4 were rigorously aligned and 
the envelope 5 was hermetically sealed by applying frit 
glass to the junctions, baking the envelope 5 to 300*C in 
the atmosphere and heat-treating the combined mem- 
bers at 400^0 for 10 minutes in Ar gas. The electron is 
source substrate 1 was secured to the rear plate 2 in a 
similar manner. 

Before describing the subsequent steps, the vac- 
uum treatment system used for them will be described 
by referring to Fig. 6. ^ 

The image-forming apparatus 41 is connected to a 
vacuum container 43 by way of an exhaust pipe 42. The 
vacuum container 43 is by turn connected to an vacuum 
purrping unit 45 by way of a gate valve 44. The vacuum 
container 43 is provided with a pressure gauge 46 and 25 
a quadruple mass (Q-mass) spectrometer 47 to moni- 
tor the internal pressure and the partial pressures of the 
gases remaining in the inside. Since it is difficult to 
directly measure the internal pressure of the envelope 
and the partial pressures of the gases contained in the 30 
envelope, those of the vacuum container 43 are gauged 
and used for those of the envelope. The vacuum pump- 
ing unit 45 comprises a sorption pump and an ion pump 
to produce ultrahigh vacuum. The vacuum container 43 
is connected to a plurality of gas feeding apparatuses ss 
and a gaseous substance contained in a substance 
source 49 can be fed into the container. The substance 
to be fed is filled in a bomb or an ampule depending on 
the type and the rate at vifhich it is fed can be controlled 
by means of a gas feed rate control means 48. The gas 40 
feed rate control meansmay be a needle valve, a mass 
flow controller or some other means depending on the 
substance to be fed, the flow rate and the precision 
required for controlling the feed rate. In thds example, the 
substance source was a glass ampule containing ace- 4s 
tone (CH3)2CO and the gas feed rate control means was 
a slow leak valve. 

The following steps were carried out with a vacuum 
treatment system having a configuration as described 
above. 

Step k: 

After evacuating the inside of the envelope 5 to a 
reading of the pressure gauge 86 less than IxlO'^Pa. ss 
an energization forming operation was earned out on the 
plurality of electroconductive films for forming electron- 
emitting regions (2 in Fig. 17H) arranged on the electron 
source substrate 1. 



As shown in Fig. 7. the Ydirectional wires wa-e com- 
monly connected and grounded. In Fig. 7, 51 is a control 
unit for contrdling a pulse generator 52 and a line selec- 
tion unit 54. 53 denote an ammeter. A single line was 
selected out of the X-directional wires 22 and a pube 
voltage was applied to it. The energization fbrnrang was 
carried out on the devices along the X-direction on a row 
by row (300 devices) basis. The waveform of the applied 
pulse voltage was a triangular pulse v«th an gradually 
increasing wave heght. The pulse width of T1=1nnsec 
and the pulse interval of T2= 1 0nrsec were used. An extra 
pulse voltage of 0.1V was inserted into intervals of the 
forming pulse voltage in order to determine the resist- 
ance of each row of devices and the energization forming 
process was terminated for the row when the resistance 
exceeded 3.3kQ (1MQ per device). In thfe way, all the 
rows and therefore all the electroconductive films (for 
fomiing electron-emitting regions) were subjected to 
energization forrrang to produce electron-emitting 
regions. Consequently, an electron source comprising a 
plurality of surface conduction electron-emitting devices 
with a simple matrix wiring was prepared. 

Step: I 

Subsequently, the electron source was subjected to 
an activation process, introducing acetone {CH3)2CO 
and hydrogen Ha into the vacuum chamber 43 and main- 
taining the partial pressure of acetone (CH3)20O and 
hydrogen H2 respectively to 1.3x10"*3Pa and 1.3x10'2. 
A pulse voltage was then applied to the electron source 
to activate each of the electron-emitting devices, observ- 
ing If, A rectangular pulse voltage having a pulse width 
of T1 slOOfisec and a pulse interval of T2=167jtsec was 
generated by the pulse generator 52. The wave height 
of the pulse voltage was 14V. The lines Dxl through 
DxlOO were sequentially selected on a line by line basis 
by every 167jisec by means of the line selection unit 54 
so that a rectangular pulse voltage with T1 = 1 0Ofisec and 
T2=1 6.7msec was applied to the devices of each line 
with a gradually shifted phase. 

The ammeter 53 was used in a mode of operation 
for detecting the average electric current level when the 
rectangular pulse was on (and the voHage as equal to 
14V) and the activation process was terminated when 
the current level got to 600mA (2mA for each device). 
Then the inside of the envelope was evacuated. 

Stepm: 

The image-forming apparatus and the vacuum con- 
tainer were entirely heated by a heating apparatus (not 
shown) and held to 250*0 for 24 hours, evacuating the 
inside continuously As a result of this process, 
(CH3)2CX) and its decomposition products that might 
have been adsorbed by the inner walls of the envelope 
and the vacuum container were removed. This was con- 
firmed by means of the Q-mass 47. 
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Stepn: 

Subsequently, the image-forming apparatus was 
subjected to an operation of getter activation. This was 
done by irradiating the getter layer on the metal back with 
electron beams produced from the electron source of the 
image-fbmiing apparatus. 

The electron source was driven to operate as in Step 
I above on a line by line basis to cause the electron-ennit- 
■ling devices to emit electrons at a frequency of 60Hz. 
First, the voltage applied between the electron source 
-and the high voltage terminal Hv. connected with the 
metal bacK was Va=4kV The image-forming apparatus 
of this exairple was so regulated that electron beams hit 
the respective pixels when voltages of Va=5kV and 
Vf=15V (device voltage) were used. Since each electron 
emitted from the surface conduction electron-emitting 
devices shows a nwmentum having a component run- 
ning along the surface of the electron source substrate 
1 of the image^orming apparatus, it arrive a position on 
the image-forming nr^ember displaced from the target 
pixel. After this op^ation was conducted for 3 hours, the 
above voltage was made to shift repeatedly between 4kV 
and 5kV, While the rate of voltage shift was SOV/min in 
this example, a different rate might well be used if it were 
not too high. 

The above operation was continued for 5 hours to 
complete the getter activation. 

Note that the getter operates mainly in areas other 
than those of the pixels during the image display opera- 
tion of the apparatus and, therefore, such areas were 
activated in the first instance. Thereafter, the voltage 
applied to the high voltage terminal was gradually 
changed to shifts the targets of electron beams until ttie 
entire getter film was activated. Since the face plate was 
irradiated with highly energized electron beams during 
the above process, gas was produced to some extent 
from thef luorescent bodies and other components. Haw- 
ever, the gas was absorbed by areas where the operation 
of getter activation had been conducted in the areas on 
the black stripes with a relatively tow energy consump- 
tion level, the electron source was not adversely affected 
for its perfomiance. 

Thereafter, voltage Va was raised to a level of 
Va=6kV to cause the fluorescent bodies to discharge 
gas. Since the image-forming apparatus of this example 
was designed to operate with a voltage level of Va=5kV, 
they would not discharge gas significantly during the 
actual operation after such preliminary gas discharge 
due to a high voltage. 

Since each electron emitted from the surface con- 
duction electron-emitting devices of the image-forming 
apparatus of this example showed a momentum having 
a component directed from the lower potential side 
toward the higher potential side of the device (referred 
to as laterally directed" for the sake off convenience), the 
electron hit the face plate at a location slightly and later- 
ally displaced from the spot directly above the electron- 



10 



emitting device. If the displacement is A, it was proved 
that the following approxinr^te holds true. 

Thus, the above operation of raising Va to 6kV 
was conducted, maintaining ttie ratio of Vf/Va to a con- 
stant level. For example, when Va=6kV. Vf«18V was 
selected. 

Stepo: 

After conf imting that ttie internal pressure feO to less 
than 1.3x10"5Pa. the exhaust pipe was heated and 
15 sealed off by means of a gas burner. Thereafter, ttie 
evaporation type getter arranged out of the image display 
region was made to flash by heating it wrth a high fre- 
quency wave. 

Now, the Image-fbnning apparatus of this example 

20 was completed. 
(Example 2) 

An image-fomiing apparatus was prepared for this 
25 example like the apparatus of Example 1 except that ttie 
Ti-AI getta- film 9 was made to have a film thickness of 
30nm. 
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(Example 3) 

An image-forming apparatus was prepared for ttiis 
example like the apparatus off Example 1 except ttiat ttie 
Ti-AI getter film 9 vwis made to have a film thickness of 
200nm. 

(Example 4) 

An image-fonning apparatus was prepared for this 
example like the apparatus of Example 1 except that ttie 
40 Ti-AI getter film 9 was made to have a film thickness of 
lOOnm. 

(Examples) 

45 In tNs example, an image*rming apparatus com- 
prising a metal back made of a getterf ilm was prepared. 

Firstiy, ttie steps up to Step j were of Example 1 were 
followed except that the metal back was made of a ttiin 
film of a non-evaporation type gettering substance, 

50 which thin film was formed to a ttiickness of 50nm by 
sputtering, using an alloy off Zr:75%, V;20% and Fe;5% 
for ttie target. 

A high vacuum pumping unit comprising a rotary 
pump and a turbo pump was used to evacuate ttie vac- 

55 uum apparatus to a pressure level of less than 
1 ,3xW^Pa for energization forming in Step k as in ttie 
case of Example 1 . A pulse exactly same as ttiat of Step 
I of Example 1 was used for activation. No gas was fed 
into ttie vacuum container but the organic substances 
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dispersed from the vacuum pumping unit and slightJy 
remaining in the vacuum container were used to deposit 
cartXDn for the operation of activation. The pressure in 
the vacuum container in this step was aljout 2.7x1 0'^Pa. 

After the activation step, a voltage of 16V was ised 
to see the device current If and the emission cunrent le 
and obtained averages values of If =2.2nnA and le=2.2}iA 
for each device. 

■ Subsequently, a heater was placed outside the 
envelope and close to the face plate to heat the latter to 
atibut 300'*C for getter activation. 

Then, the exhaust pipe was heated and sealed off 
by means off a burner as in the case of Step o of ExampI e 
1 and the evaporation type getter was nrrade to flash to 
complete an image-forming apparatus off this example. 

(Example 6) 

An image-forming apparatus was prepared for this 
example like the apparatus of Example 5 except that the 
getter f am operating also as a metal back was made to 
have a f flm thickness of 70nm. 

(Example 7) 

An image-forming apparatus was prepared for this 
exarrple like the apparatus of Example 5 except that ttie 
getter film operating also as a metal back was made to 
have a film thickness of lOOnm. 

(Example 8) 

An image-forming apparatus was prepared for this 
example like ttie apparatus of Example 5 except that the 
getter film operating also as a metal back was made to 
have a film thickness of 20nm. 

(Examples) 



"me image-forming apparatus of this example 4o 
resembles to that of Example -1 , although a getter film 
was patterned to show stripes on the metal back of the 
face plate and the sUipes were located on the respective 
stripe-shaped black electroconductive bodies 12withthe 
metal back interposed therebetween. TTie getter layer 4S 
was formed in a manner as described below. 

A metal back 8 of an Al ttiin film was formed on a 
fluorescent film as shown in Fig. 2A to a thickness of 
SOnm by sputtering. After taking out the face plate from 
the sputtering apparatus, a mask having stripe-shaped so 
openings was placed thereon to form a getter film. The 
mask and the face plate was precisely aligned in such a 
way ttiat the openings of the mask were exactly aligned 
with ttie respective stripes of the black electroconductive 
bodies 12 of the fluorescentfilm. The mask was secured ss 
in position wittiout making it directly contact with the face 
plate so that the fluorescent f flm might not be damaged. 
The assent^le was then put into a sputtering apparatus 
again and a getter film 9 of Zr-V-Fe was formed thereon 



to a thickness of 300nm. A sputtering target ^mflar to 
that of Exarrple 6 was used for forming a gettering sid>- 
stance layer. Thereafter, the vacuum chamba- of the 
sputtering apparatus was filled with nitrogen gas and a 
5 nitride layer was formed on the surface off the getter film. 
After compl^ng ttie reiiaining st^ same as those 
of Exanple 1 , an image-forming apparatus of ttiis Exam- 
ple was produced. 

io (Example 10) 

The irrage-forming apparatiK of ttiis example com- 
prised an electron source having a configuration sche- 
maticaOy shown in Rgs. 3A and 3B. Now. ttie mettiod of 
15 manufacturing ttie apparatus will be described by refer- 
ring to Figs. 9A ttirough 91. Note ttiat Figs. 9A ttirough 
9E show cross secttonal views taken along line 3B-3B of 
Fig. 3A. 

20 Step A: 

After thoroughly cleansing a soda lime glass plate, 
a silicon oxide f flm was formed thereon to a ttiickness of 
0.5|im by sputtering to produce a sitostrate 1, on which 

25 Cr and Au were sequentially laW to ttiicknesses of 50 
angstroms and 6,000 angstroms respectively and ttien 
photoresist (AZ1370: available from Hoechst Corpora- 
tion) was applied ttiereto by means of a spinner, while 
rotating ttie fflm, and baked. Thereafter, a photo-mask 

30 image was exposed to light and developed to produce a 
resist pattern for Y-directional wires 82 and then ttie 
deposited Au/Cr film was wet-etched to produce Ydirec- 
tional wires (lower wires) 22 having an intended profile 
(Fig. 9A). 

35 

Step B: 

A silicon oxide film was formed as an interlayer insu- 
lation layer 27 to a thickness of 1 .O^tm by RF sputtering 
(Fig. 9B). 



StepC: 

A photoresist pattern was prepared for producing a 
contact hole in ttie silicon oxide film deposited in Step B. 
wtiich contact hole 28 was then actually formed by etch- 
ing ttie interlayer insulation layer 27, using ttie photore- 
sist pattern for a mask. A technique of RIE (Reactive Ion 
Etching) using CF4 and H2 gas was employed for ttie 
etching operation (Rg. 9C). 

StepD: 

"Thereafter, a pattern of photoresist (RD-2000N-41 : 
available from Hitachi Chemical Co.. Ltd.) was formed 
for a pair of device el ectrodes 29 and a gap G separating 
ttie pair of electrodes and ttien Ti and R were sequen- 
tially deposited thereon respectively to ttiicknesses of 
5nm and 1 0Onm by vacuum deposition for each surface 
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conduction electron-emitting devica Tt^e photoresist 
pattern was dissolved by an organic solvent and the Ptm 
deposit film was treated by using a Oft-off technique to 
produce a pair of device electrodes 29 having a width of 
300^m and separated from each other by a distance of 
3|im for each electron-eiretting device (Fig. 9D). 



thickness of the getter layer was controlled to show a 
value of 300rwi. The ^xrttering target had a composition 
of Zr:70%. V25% and Fe;S% (by weight). After the layer 
was fomied. nitrogen gas N2 was immediately intro- 
duced in the sputtering apparatus to form a nitride layer 
on the surface of the getter layer (Rg. 91). 



StepE: 

After covering the entire surface with a photoresist 
mask except the contact holes. Au was deposited to a 
"thickness of SOOiim by vacuum deposition and then the 
photoresist was removed by an organic solvenL There- 
after, any unnecessary areas of the Au vapor deposition 
film was removed by means of a fift-off technique to bury 
the contact holes 28 (Fig. 9E). 



StepJ: 

The electron source sut>strate was a5senrt)led with 
a face plate, a support frame and a rear plate as in the 
case of Example 1 and bonded to each other with frit 
glass to produce an image-forn^ng apparatus. While the 
face plate might well be same as that of Example 1 , that 
of this exanrpte did not carry a getter layer on the Ai metal 
back (thickness of lOOnm). 
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Step F: 

After forming a photoresist pattern for upper wires 20 
21 and wires 25 for getter activation, Ti and Au were 
sequentially d^osited to respective tNcknesses of 5nm 
and SOOnm by vacuum deposition. Any unnecessary 
areas were removed by a lift-off technique to produce X- 
directional wires (upper wires) 21 and wires 25 for getter 25 
activation having desired re^ective profiles (Fig. 9F). 

StepG: 

A Cr film was formed to a f flm thickness of 50nm by 30 
vacuum deposition and a photoresist layer was formed 
thereon and then, using a photomask, it was exposed to 
light and photochemically developed to produce a resist 
mask having openings con-esponding to those of the 
electroconductive films. The openings were actually ss 
formed as in the case of the Cr film by wet etching and 
the photoresist was removed to produce a Cr mask (Fig. 
9G). 

StepH: ^ 

A Pd amine complex solution (ccp4230: available 
from Okuno Pharmaceutical Co. . IXd.) was applied to the 
Cr film by means of a spinner, while rotating the film, and 
baked at 300 C for 1 2 minutes in the atmosphere to pro- 45 
duce a film of fine particles containing PdO as a principal 
ingredient. Then, the Cr mask was removed by dipping 
it into an etchant and electroconductive films 30 made of 
PdO fine particles and having desired prof ies were pro- 
duced by a lift-off technique (Fig. 9H). so 

Step I: 

A metal mask having openings corresponding to the 
shapes of the getter film to be produced was placed on 55 
the electron source substrate and they were rigorously 
aligned and secured relative to each other. They were 
then put into a sputtering apparatus and a getter layer 
24 of an alloy of Zr-V-Fe was formed by sputtering. The 



StepK: 

The image-forming apparatus assembled in the pre- 
ceding step was subjected to energization forming and 
activation of surface conduction electron-emitting 
devices as in the case of Example 1 by means of appa- 
ratuses shown in Rgs. 6 €md 7. 

StepL: 

The inade of the envelope was then cleaned in a 
manner as described in Step m of Example 1 . 

StepM: 

A pulse volfage similar to the one used for activation 
of an electron source (as described in Step I. Example 
1) was applied to cause the electron-emitting devices 23 
to emit electrori beams. A voltage of -1 kV was applied to 
the high voltage terminal Hv, while a voltage off +50V was 
applied to the getter activation wires. Electrons emitted 
from the electron-emitting devices 23 wa-e attracted to 
the getter layer 24 and collkied with it to activate the get- 
ter. 

Step N: 

After ensuring that the internal pressure was less 
than 1.3x10"5Pa, the exhaust pipe was heated and 
sealed off and the evaporation type getter arranged out- 
side the image display region was heated by high fre- 
quency heating to cause it to flash. Now the image- 
forming apparatus of this Example was completed. 

(Example 11) 

Although the image-forming apparatus prepared in 
this Example had, in principle, a configuration as sche- 
matically illustrated in Fig. 4. the getter fayers of this 
example were actually arranged in a manner as indicated 
by reference numerals 24, 26 in Rg. 10 in order to simply 
the manufacturing process. The steps of Example 10 
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above were followed for the image-forming apparatus of 
this example except those as will be described below. 

The steps up to Step H were same as their counter- 
parts of Example 10. 

Step I: 

A metal mask having openings corresponding to the 
shapes of the getter layers 24. 26 of Fig. 10 was used 
and the getter layers were formed to a thickness of 
SOOnm. 

Steps J through M of Example 1 0 were also followed 
but only the getter layers 24 were activated in Step M. 

Step M': 

Tlie getter layers 26 were activated as in Step M 
except that a voltage of -50V was ^lied to the getter 
activation wires. As -50V was applied to the getter acti- 
vation wires, electron beams emitted from the electron- 
emitting devices were made to collide with and activate 
the getter layws 26 electrically connected to the respec- 
tive X-directional wires 21 that operated as the higher 
potential side wires of the electron source. The voHage 
of -50V was applied to the getter activation wires and the 
getter layers 24 connected thereto In order to Impart 
repellent force to electrons heading to the getter layers 
24 and consequentiy increase the number of electrons 
colliding with the getter layers 26. 

Rnally, Step N of Example 10 was followed to pro- 
duce a corrplete image-forming apparatus for ttiis exam- 
ple. 

{Comparative Example 1) 

An image-forming apparatus similar to that of Exam- 
ple 1 was prepared except that the apparatus of this com- 
parative example did not have a getter film 9 of Fig. 1 
and ttie metal back comprising Al was made as thick as 
lOOnm. Othenwise, the image-forming apparatus of this 
comparative example had a configuration same as that, 
of the apparatus of Example 1 and was prepared in a 
similar manner. 

The image-forming apparatuses of Examples 1 
through 1 1 and Comparative Example 1 were tested for 
comparison by driving them to operate by way of the 
respective simple matrix wiring to cause the image-form- 
ing apparatuses to continuously fluoresce. The change 
witti time of the brightness of each apparatus was meas- 
ured. While the brightness of the display screen 
decreases as it continues to fluoresce, different areas of 
the display screen behave differently relative to each 
other to a large extent. While the center of tiie image dis- 
play region reduces its brightness remarkably the 
peripheral areas do not lose ttie original brightness eas- 
ily. Fig. 8 shows ttie changes of brightness witii time of 
an area near the intersection of Dx50 and Dy150 of ttie 
various apparatuses prepared in ttie examples detected 
by means of a photosensor. 



If it is possible to bake an image-forming apparatus 
enough for de-gas treatmert, generation of gas wiD be 
suppressed. In some cases, however, it is not pc^tble. 
This is because electron em^fon devices and other 

5 members of an image-forming apparatus are easily dam- 
aged by heat treattnent In those cases, generation of 
gas can take place. 

The image-forming apparatus of Comparative 
Example 1 lost remarkably witti time ttie original level of 

10 emission current of the devices located at the intersec- 
tions of Dx50 and Dy149. Dy150 and Dy151. Obviously 
this seriously affected the brightness reduction of those 
apparatuses. Therefore, this phenomenon may be attrib- 
utaWe not to ttie degradation of ttie fluoresceit bodies 

15 Ixjt ttiat of ttie performance of the electron source The 
reason why tiie center of ttie image display region lost it 
brightness remarkably may be that ttie evaporation type 
getter was located only outside the image dBsplay region 
and the pressure of ttie discharged gas was inevitably 

20 high at the center to deteriorate the performance of ttie 
electron-emitting devices located there. 

To ttie contrary, the gettering substance was 
ananged ttiroughout the image display region of the 
apparatus of each of Exarnples 1 through 11 to reduce 

25 ttie adverse effect of discharged gas. 

(Example 12) 

In ttiis example, an image-forming apparatus com- 
30 prising an electron source as illusfrated in Figs. 1 1 A and 
1 1B was prepared. Fig. 1 1 A is a schematic plan view, 
while Fig. 1 1 B is a schematic cross sectional view taken 
afong line 1 1B-1 1 B in Rg, 11 A. An interlayer insulation 
layer 61 was anranged at each intersection of the X-direc- 

35 tional (upper) wires 21 and the Y-directional (lower) wires 
22. Reference numeral 62 denotes a wiring pad for con- 
necting each of the surface conduction electron-emitting 
devices 23 and the related upper wira 

The electron source was formed directly on a rear 

40 plate 64, which was a soda lime glass plate as large as 
240imp<320mm^ The uppe^ winK 21 ted a widtti of 
SOOjim and a height of 12|un, whereas the* upper wires 
22 and ttie wiring pads 62 had a widtti of 300jim and a 
height of 8>im. They were formed by printing and baking 

45 Ag paste ink. The Interlayer insulation layers 61 were 
formed by printing and baking glass paste and showed 
a height of 20nm. There were provided a total of 100 
upper wires and 200 lower wires. Upper wire drawing out 
electrodes and lower wire drawing out electtodes having 

so a widtti of 600fim and a height of 2|im were also pro- 
vided, electrically connected to ttie respective upper and 
lower wires and made to extend to ttie related ends of 
ttie rear plate. 

The device electrodes 65, 66 of each electt-on-emit- 

55 ting device were fomied by vapor deposition of Pt to a 
film ttiickness of 100nm. The electrodes were separated 
by a gap of U2>im and had a widtti of W=:300|im. The 
electroconductive ttiin film of each electron-emitting 
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device was made of PdO fine particles and prepared as 
in the case of the preceding exanples. 

The face plate was prepared by applying a green flu- 
orescent materfal of P-22 to a surface of a soda lime 
glass as large as 190mmx270mm, subjecting it to a 
smoothing process (normally referred to as "^Bming") and 
then forming an Al thin f am for a metal back by vacuum 
deposition to a thickness of 200nm. Note that wires had 
been formed in advance by printing and baking Ag paste 
in order to electrically connect the metal back to a high 
voltage terminal. 

The support frame was made of a soda lime glass 
plate having a thickness of 6mm. outer dimensions of 
150mmx230mm and a width of lOnm, to whfch a soda 
lime glass pipe having an outer diameter of 6mm and an 
inner diameter of 4mm was securely fitted. 

The rear plate, the face plate and the support frame 
were bonded together by means of frit glass (LS-7105: 
available from Japan Electric Gass Co.. Ltd.). Wires of 
a geltering substance 65 were also arranged directly 
above the respective upper wires at this stage in a man- 
ner as shown in Fig. 12. Each of the getter wires com- 
prises a Ba-AI alloy along the central axis and was 
provided with an axial groove 66 that was made to face 
downward and held in engagement with a related one of 
the upper wires 21. 

Thereafter, Steps k through m of Example 1 were 
followed. During the operation of energization forming, 
the intemal pressure of the envelope was held to 
1 .3x10"3Pa and a triangular pulse with a pulse width of 
T1= 1msec, a pulse interval of T2= 10msec and a pulse 
wave height of 5V was applied for 60 seconds. 

After the energization forming and the activation, the 
envelope was sufficiently evacuated and the wire getters 
were made to flash to form a getter layer 63 on each of 
the upper wires 21. 

Subsequently, the exhaust pipe was sealed off to 
produce a complete image-forming apparatus of this 
example. 

Note that the X-direct*onal wires 21 had a width 
greater than those of the Y-directional wires 22 and the 
wiring pads 62. This was^ecause a single one of the X- 
"dSrecrtionarwires is selecied arid fed with an electric cur- 
rent for simple matrix driving and the electric current is 
then made to flow into selected ones of the Y-directional 
wires according to an input signal so that each of the X- 
directional wires are required to show a current capacity 
greater than that of each of the Y-directional wires and 
the wiring pads. Therefore, a sufficient area was pro- 
vided on each of the X-directional wires to accommodate 
a layer of a gettering substance 63 thereon. 

[Example 13] 

Lateral type field emission electron-emitting device 
were used for the electron source of the image-forming 
apparatus of this example. The electron source substrate 
had a basic configuration same as that of the substrate 
of Example 5, although each of the electron-emitting 



devices had a configuration as schOTiaticafly shown in 
Fig. 13. 

Referring to Fig. 13. an emitter 71 and a gate 72 
were formed on a sutjstrate 26 with an insulation layer 

5 27 interposed therebetween. Both the emitter 71 and the 
gate 72 were made of a Pt thin film having a thickness 
of 0.3fun. The tips of the emitter 71 provided an electron- 
emitting region and had an angle of 45 . 

The image-fomring apparatus of this exanples was 

10 prepared like that of Example 10. although the Pt films 
was formed by sputtering to a thickness of 0.3}jinn after 
the steps of Figs. 9A and 9B. Then, resist was applied 
thereto and baked to form a reast layer, which was then 
exposed to light and photochemically developed, using 

15 a photomask, to produce a resist pattern having a proffle 
corresponding to those of the emitter 71 and the gate 72. 
Thereafter, the emitter and the gate were actually formed 
by dry etching and the resist was removed to prcxJuce 
the emitter and the gate having their respective prede- 

20 termined profiles on the substrate as illustrated in Rg. 1 3. 
Subsequently, the steps of Figs. 9C through 9F were 
followed to produce a conplete electron source sub- 
strate carrying thereon a number of electron-emitting 
devices, each comprising an emitter and a gate. 

25 Then, an image-fornting apparatus was pr^ared, 
using the electron source suk>strate and substantially fol- 
lowing the steps of Example 10. exc^ that unlike sur- 
face conduction electron-emitting devices, the field 
emfesion electron-emitting devices did not require ener- 

30 gization forming. A pulse voltage having a wave height 
of 1 0OV was used to drive the apparatus, while a vottage 
of 140V was applied to the getter activation electrodes 
for the operation of getter activation. 

35 (Comparative Example 2) 

An image-forming apparatus similar to that of Exam- 
ple 13 was prepared but not subjected to a process of 
getter activation. 

40 The image-forming apparatus of Example 13 and 
that of Comparative Exanple 2 were compared in a man- 
ner as described earlier. While the former operated sta- 
bly for a long time, the latter gradually lost the brightness 
at the center of the image display region. 

45 As described above, an image-forming apparatus 
according to the invention can effectively maintain ttie 
original brightness without deterioration particularly at 
tiie center of the image display region if compared witti 
any comparable conventional apparatuses even when it 

so is drive to operate for a long time. 

While the basic idea of the present invention can be 
effectively applied to an image-forming apparatus having 
no electrodes such as control electrodes between tiie 
electron source and the face plate, an image-fornting 

55 apparatus comprising such control electrodes will oper- 
ates well H K is realized on the basic 'dea of the present 
invention. 
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Claims 

1 . An image-forming apparatus comprising an electron 
source and an Image-forming memt^er disposed in 
an envelope and said image-forming member i 
includes a fluorescent f am and a metal back covering 
the fluorescent film characterized in that 

said metal back contains, or is adjacent to, a 
gettering substance. 

2. ' An image-forming apparatus according to daim 1. 

wherein said metal back is covered by a gettering 
substance. 

3. An image-forming apparati« according to claim 2, 
wherein said fluorescent film comprises a plurafity 
of areas of fluorescent bodies and black members 
separating the plurality of areas and said gettering 
substance is an^anged on said black members with 
said metal back interposed therebetween. 

4. An image-fonming apparatus according to daim 2, 
wherein said metal back has a thickness not greater 
than 50nm and said gettering substance is a fHm 
having a thickness between 30nm and 50nm. 

5. An image-forming apparatus according to daim 1, 
wherein said metal back is made of a gettering sub- 
stance. 

6. An image-forming apparatus according to daim 4, 
wherein said gettering substance is a film having a 
thickness between 50nm and 70nm. 

7. An image-forming apparatus according to daim 1. 
wherein said gettering substance is an alloy contain- 
ing at least either Ti or Zr as a prindpal ingredient. 

8. An image-forming apparatus according to daim 7. 
wherein said alloy further contains at least one of Al. 
V and Fe as an auxiliary ingredient. 

9. An image-forming apparatus according to daim 1 . 
wherein said electron source comprises a plurality 
of electron-emitting devices anranged on a sub- 
strate. 

10. An image-forming apparatus according to daim 1. 
wherein said electron source comprises a plurality 
of eledron-emitting devices arranged on a substrate 
and wired to form a simple matrix anrangement. 

11. An image-forming apparatus according to claim 1, 
wherein said electron source comprises surface 
conduction electron-emitting devices. 

12. An image-forming apparatus according to daim 1, 
wherein said electron source comprises lateral type 
field emission electron-emitting devices. 



13. An image-fornting apparatus comprising an electron 
source having a plurality of eiectron-emitling devices 
arranged on a sutjstrate and an image-forming 
member disposed opposite to said substrate in an 

s envelope diaiacterized in that; 

a gettering siiJstance is provided in areas 
other than those of said electron-emitting devices of 
said substrate disposed opposite to the image-form- 
ing region of said image-forming member. 

to 

14. An image-forming apparatus according to daim 13. 
wherein wires for activating said gettering siijstance 
are arranged on said sufc)Strate. 

IS 15. An image-forming apparatus according to daim 13, 
wherein said gettering si^>stance is connected to 
the high voltage side ones of the wires for applying 
a vdtage to said electron-emitting devices. 

20 16. Animage-forming apparatus according to daim 13. 
wherein said gettering substance is an alfoy contain- 
ing at least either Zr or Ba as a prindpal ingredient. 

17. An image-forming apparatus according to daim 13, 
2S wherein said electron source comprises a plurality 

of electron-emitting devices arranged on a sut>strate 
and wired to form a simple matrix arrangement. 

18. An image-forming apparatus according to daim 13. 
30 wherein said electron source comprises surface 

condudion electron-emitting devices. 

19. An image-forming apparatus according to daim 1 3, 
wherein said electron source comprises lateral type 

35 field emission electron-emitting devices. 

20. A method of activating a getter in an image-forming 
apparatus according to claim 1 or 13 characterized 
in that the getter is adivated by irradiating the get- 

40 tering substance of the getter with electron beams 
enriitted from said .^ectron jsoiirce. 

21. A method of activating a getter in an image-forming 
apparatus according to claim 1 or 13, characterized 

45 in that the getter is adivated by irradiating the get- 
tering substance and by controlling the voltage 
being applied to said electron source or the voHage 
being applied between said electron source and said 
image-forming member. 

so 

22. A method of activating a getter according to daim 
21 , wherein said electron source comprises surface 
condudfon electron-emitting devices. 

55 23. A mettiod of activating a getter according to daim 
21 , wherein said electron source comprises lateral 
type field emission electron-emitting devices. 
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